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SDPPLnMENTAL AMENDMENT UNDER 37 C.F.R. §1.111 
TJ.S. Appln. No. 10/069,590 



This listing of ciain» win replace aU prior venlon* >md listings of claims I. ihe 
H[ip1icatioB: 

LISTING OF CI AIMS: , . , , 

1. (previously presented): A caialy« for d^p d^ulforization of a mmpral oil 

cortefipondin8tok^,.«.c. coir«>rising aniclcel CO 

zinc oxide, antl aJnniifiuiii oxide, 

wherdn Lhe content of the nickel component in terms of mclcel oxid. is from 5 to 25% by 
■weifiht. and a,« content of the zinc oxide is fh„„ 30 to 70% by weigjit, «.ub on the total of 
the Tdckel compondit m tenns of nicW oxide, the ^c oxide, and the .l.uimium o»ide, 

the nii«.gea monoxide adBoipiioaof catalyst at 1 ks/cm^ (9 80x1 0"^ MPa) and 40-C 
after hyd«.genreduciiuu*.:i60'Ci3 4.0ml/BornioreiT,tcnn5 of standard tem^^^^^^ 

pi'essure, and 

the catalyst has a spucific surface area of from 10 lo 300 mVg. 

2. (original): The deep desulftiri^iditiu catalyst according u> cUdm 1 , which aa obtained 
by narryiug out an activation treaoneni L- the presence of hydrogen at i«npcraturc of ftom 200 
to400»C w.dapres8tticofftoin 1 to 20 Jcg,W (9.80x10-* to 1.96 MPa). 

Claims i and 4 (canceled) 
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5. (previously presented): The desuir«ri.ation catalyst according lo claim 1, wherein the 
content of the. /.inc oxide is bom 40 to 70% by weight. 

6. (prcviouelypresenl^J): The dcsulfiirization calnlyst accordiBg to claim l.wt«.eih the 
content oftbe zinc oxide is fn.m 50 to 70% by weight 
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